ABSTRACT 


The present invention provides a method for vibrating , 
melting and creating well-bonded resin parts. Pressing the 
resin parts is started and then the pressing force is increased 
sharply to a predetermined value and the resin parts are 
vibrated to heat the resin part contact surfaces. After heat 
generation is started, the pressing force is increased 
gradually to a time, when the vibrating of the resin parts is 
finished, to push out the heated resin material from the 
contact surfaces. This exposes the new surface of the resin 
material which is heated at a low degree and thus can prevent 
the resin material at the contact surface from excessive heat 
and degradation. Thereafter, the vibration of the resin parts 
is stopped to solidify the resin material which is not degraded 
and is in a uniform, melted state throughout the contact 
surfaces. 


